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Description 

BACKGROUND OF THE INVENTION 
5 Field of the Invention 

This invention relates to a cleaning sheet for business and domestic uses, which comprises a network sheet and 
nonwoven fabric entangled together. More particularly, it relates to a dry-type cleaning sheet in which a nonwoven ffoer 
aggregate mainly comprising a specific ffoer is used as the nonwoven fabric so as to collect various kinds of dust. The 
10 cleaning sheet of the present invention is particularly effective when attached exchangeably to a floor cleaning tool or 
a handy type cleaning tool. 

Description of Related Art 

15 The present applicant previously proposed a cleaning sheet comprising nonwoven fabric formed by entanglement 
of fibers and a network sheet that reinforces the nonwoven fabric, which has such freedom of fibers as to collect dust 
including large dust, such as lint, waste pieces of ffcers and hairs, as well as fine dust, such as soil dust, while retaining 
sufficient strength necessary for a cleaning operation, and which can be used in floor cleaning mop of sheet-exchang- 
able type to collect various kinds of dust (see Japanese LaidOpen Patent Application. No. 7-18481 5). 

20 Although the above cleaning sheet has high performance in collecting lint hairs, etc. on such floor materials as 
wood flooring, soft flooring and tatami, it has insufficient dust collecting performance when used on a smooth surface 
of certain flooring or veneering, resin-coated desks or furniture, and plastic products. 

Japanese LaidOpen Patent Application No. 4-96724. filed by the applicant discloses a cleaning article comprising 
entangled nonwoven fabric fabricated of ultrafine fibers having a fineness of less than 0.8 denier and fibers of 0.8 denier 

25 or greater in random arrangement at a weight ratio of 99/1 to 1/99. According to the disclosure, the cleaning article is 
capable of collecting fine dust such as soil dust without using a lubricant and also entangling hairs and large dust with- 
out increasing the coefficient of friction with the surface to be cleaned. 

However, because the above-descrfoed cleaning article is composed of only two kinds of ffoers. if the degree of 
ffoer entanglement is reduced for ensuring dust collecting performance, sufficient strength cannot be obtained. In case 

30 of obtaining sufficient strength, the fibers must be densely entangled, which results in poor performance in collecting 
various kinds of dust. 

SUMMARY OF THE INVENTION 

35 An object of the present invention is to provide a cleaning sheet which satisfies both the requirements, with respect 
to the strength necessary for a cleaning operation and the degree of freedom of the constituent fibers required for dust 
collecting performance. More specifically, the object is to provide a cleaning sheet capable of collecting various kinds of 
dust including not only dust on general flooring but dust on desks, furniture and plastic products with a smooth surface, 
especially a cleaning sheet which is effectively used with a cleaning tool to which a cleaning sheet is exchangeably 

40 attached. 

The present inventors have conducted extensive studies and found as a result that the above object is accom- 
plished by a sheet obtained by overlaying a fiber web containing a specific amount of ultrafine fibers having not more 
than a specific fineness on a network sheet and forming them into a unitary body by entanglement by water jet, for 
example, water needling, under a lew energy condition,. 

45 Having been completed based on the above finding, the present invention provides a cleaning sheet comprising a 
network sheet having on one side or both sides thereof a nonwoven fiber aggregate formed by entanglement of fibers 
of a fiber web having 50% by weight or more of ultrafine ffoers having a fineness of not more than 0.9 denier, the fibers 
of the nonwoven fiber aggregate being further entangled with the network sheet thereby forming a unitary body, in addi- 
tion to the entanglement of the ffoers themselves. 

so In the above-de6crt>ed preferred embodiment the fiber aggregate has a low degree of entanglement allowing the 
constituent ffoers to have such freedom that the fbers are capable of entangling fforous dust and hokfing the entangled 
dust among themselves. 

The cleaning sheet according to the present invention satisfies both the requirements with respect to the strength 
necessary for a cleaning operation and the degree of freedom of fbers necessary for dust collection. Specifically, the 
55 cleaning sheet of the present invention is capable of collecting various kinds of dust, including the dust on general floor- 
ing and the dust on desks, furniture and plastic products with a smooth surface, and is particularly effective when used 
with a cleaning toot to which a cleaning sheet is exchangeably attached. 
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BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is an enlarged sectional view showing an embodiment of the cleaning sheet according to the present inven- 
tion. 

5 Fig. 2 is an enlarged plan view of a network sheet used in the cleaning sheet shown in Rg. 1 . 
Fig. 3 is a graph showing a stress-strain curve. 

DESCRIPTION OF THE EMBODIMENT 

w The cleaning sheet of the present invention will be described in detail with reference to its preferred embodiment 
Rg. 1 is an enlarged sectional view shewing an embodiment of the cleaning sheet according to the present inven- 
tion, and Rg. 2 is an enlarged plan view of a network sheet used in the cleaning sheet of Rg. 1 . 

As shown in Rg. 1 , a cleaning sheet 1 of this embodiment conprises a network sheet 2 shown in Rg. 2 and a non- 
woven fiber aggregate 3. which is formed by entanglement of the fibers of a f foer web, disposed on each side of the 

is network sheet 2. The fibers constituting the fber aggregate 3 are entangled not only among themselves but with the 
network sheet 2 to provide a unitary body. 

The network sheet 2 in the cleaning sheet 1 has a net structure of lattice pattern as shown in Rg. 2. The fbers mak- 
ing the network sheet 2 preferably have a diameter of 20*im to 500 ^m, still preferably 100 urn to 200 uni. The distance 
between the fbers is preferably 2mm to 30 mm, still preferably 4 mm to 20 mm. 

20 The material of the network sheet 2 is selected appropriately from among polyolefins, such as polyethylene, poly- 
propylene and polybutene; polyesters such as polyethylene terephthalate and pdybutylene terephthalate; poiyarrtides 
such as nylon 6 and nylon 66; acrytonitriles; vinyl polymers and vinyiidene polymers such as polyvinyl chloride and pol- 
yvinyfidene chloride; and modified polymers, alloys or mixtures thereof. 

A perforated film having a number of perforations is also useful as the network sheet of the cleaning sheet of the 

25 present invention. The network sheet to be used in the present invention is not particularly limited as long as it has cer- 
tain holes or perforations and has the function as a support with which the fiber web forming the fber aggregate may 
be entangled to form a unitary body. For example, useful network sheets may be open weave fabric (i.e.. woven fabric 
having relatively large interstices) such as gauze-like fabric, and nortwoven fabric having interstices that allow a fber 
web overlaid upon one or both sides thereof to be entangled therewith to form a unitary body. 

30 The fber aggregate 3 in the cleaning sheet 1 in this embodiment has a nonwoven structure formed by entangling 
the fibers of a fber web containing 50% by weight or more of uttrafine fbers having a fineness of not more than 0.9 
denier. The content of the uttrafine fibers in the fber web (the fber aggregate) should be at least 50% by weight and is 
preferably 70% by weight or more, still preferably 90% by weight or more. If the content of the ultraf ine fbers is less than 
50% by weight the dust collecting performance attributed to the uttrafine fbers is reduced. The uttrafine fbers prefera- 

35 bly have a fineness of 0.8 denier or less, still preferably 0.5 denier or less, and a fber length of 20 to 100 mm, still pref- 
erably 30 to 65 mm. The cross-sectional shape, the crimping ratio, and the like of the uttrafine fibers should be 
determined taking proce6sability and cost into consideration. 

While the cleaning sheet according to the above-described embodiment has a fber aggregate overlaid upon and 
entangled with both sides of the network sheet an embodiment in which the network sheet has a fber aggregate on 

40 one side thereof also comes under the scope of the present invention. 

Rbers which constitute the fber web (the fber aggregate) in combination with the uttrafine fbers are preferably 
those having a fber fineness of 1 .0 to 6.0 denier and a length of 20 to 1 00 mm, still preferably those having a fineness 
of 1 .0 to 3.0 denier and a length of 30 to 65 mm. 

The fbers used in the fber aggregate 3 may be selected from, for example, thermoplastic fbers such as polyesters 

45 and polyamides; composite fbers thereof; semi-synthetic fibers such as acetate fber; regenerated fibers such as cupra 
and rayon; and natural fbers such as cotton; and blends of cotton and other fbers. 

To improve the surface physical properties of the nonwoven fber aggregate, a lubricant, etc. which can absorb dust 
may be added. It is preferred that the amount of the lubricant applied be controlled so as not to ooze out considerably 
through the fber aggregate nor to migrate considerably to the surface to be cleaned. 

so The fber aggregate fabricated mainly of uttrafine fbers of 0.9 denier or finer performs an improved function of 
entangling large dust especially hairs, and prevents a lubricant or the like, if applied, from oozing out and migrating con- 
siderably to the surface to be cleaned. As a result an increased amount of a lubricant can be added, which leads to 
further improved dust adsorption. 

It is preferred that the nonwoven fber aggregate to has a basis weight of from 30 to 100 g/m 2 still preferably 40 to 

55 70 g/m 2 . tf the basis weight is smaller than 30 g/m 2 , the dust adsorbed onto the cleaning sheet easily passes through 
the back side of the sheet to stain hands, etc. during a cleaning operation. If the basis weight is larger than 100 g/m 2 , 
the fbers and the network sheet will not be sufficiently entangled with each other at a desired entanglement coefficient 
hereinafter defined. As a result the processability is deteriorated, and the fbers easily fall off the cleaning sheet 
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It is preferred that the nonwoven fber aggregate has a density of 0.015 to 0.200 g/cm 3 , still preferably 0.030 to 
0. 1 00 g/cm 3 . If the density is smaller than 0.015 g/cm 3 , the degree of entanglement among fbers is too low. If it exceeds 
0.200 g/cm 3 , the degree of entanglement among fibers is too high, and the interstices among fibers become too small. 
The degree of entanglement among constituent fibers of the fiber aggregate is of importance for the cleaning sheet 
5 of the present invention. The degree is determined by the entanglement energy applied to the fiber web in the entan- 
glement process. In order to obtain a desired degree of entanglement, i.e., to obtain a basis weight and a density of the 
fiber aggregate both falling within the above-described respective preferred ranges, fber entanglement by water jet 
(water needling) is preferable. When the water needling process is followed, the entanglement energy applied to the 
fiber web can be controlled by appropriate selection of various conditions, such as the kind of the fiber, the basis weight 
10 of the fiber web, the number of water jet nozzles, the water jet pressure and the line speed, so that the degree of entan- 
glement among the constituent fibers may be lowered as desired. 

ft is preferred that the cleaning sheet of the present invention has a breaking strength of 5 N/30mm or higher, an 
elongation of 20% or lower under a load of 5 N/30mm, and an entanglement coefficient of 0.1 to 5 N • m/g. 

The term "breaking strength" as used herein denotes the value of load at which the sheet begins to break when the 
15 tensile load is imposed on the cleaning sheet of the present invention (the first peak value in measurement of tensile 
strength), and the term "elongation" as used herein indicates the percent elongation of the cleaning sheet with the value 
of load in the above measurement set at 5 N/30mm. 

The term "entanglement coefficient" as used herein is a measure indicative of the degree of entanglement among 
constituent fibers, which is expressed by the initial gradient of the stress-strain curve as measured in the direction per- 
20 pendicular to the fber orientation. The smaller the entanglement coefficient, the weaker the degree of entanglement 
among f foers. The stress is the quotient obtained by dividing the tensile load by a distance between chucks (the width 
of a test piece in the measurement of tensile strength) and the basis weight of the nonwoven fber aggregate. The strain 
corresponds to the elongation. 

If the breaking strength is smaller than 5 N/30 mm, the cleaning sheet may break during a cleaning operation. The 
25 elongation of the cleaning sheet is preferably as low as possible. If the elongation at a load of 5 N/30mm exceeds 20%, 
the cleaning sheet is liable to distortion or twisting during cleaning, which leads to inconvenience for a cleaning opera- 
tion. These problems in handling become conspicuous when the cleaning sheet is exchangeably attached to a cleaning 
tool such as the one described in Japanese Utility Model Laid-Open Application No 2-1 19152. 

Where the entanglement coefficient of the fber aggregate, which is expressed by the initial gradient of the stress- 
30 strain curve as measured in the direction perpendicular to the fiber orientation, is to be set at 5 N • m/g or less as in the 
cleaning sheet of the present invention, it will be difficult for the fiber aggregate alone to have the above-mentioned val- 
ues of breaking strength and elongation. In order to attain these values, it is important that the network sheet and the 
fber aggregate are entangled with each other into a unitary body as specified in the present invention. In the present 
invention, the f foers are markedly prevented from falling off the cleaning sheet as compared with an entangled sheet 
35 consisting solely of a fber aggregate with the degree of entanglement being equally low, because the fber aggregate 
is entangled with the network sheet to form a unitary body and the elongation is thereby kept low. 

if the entanglement coefficient is smaller than 0.1 N • m/g, the nonwoven fbers tend to fall off due to insufficiently 
entanglement among the fibers and with the network sheet If the entanglement coefficient is greater than 5 N • m/g, too 
strong entanglement lessens the degree of freedom of the fbers. the fbers cannot be easily entangled with dust and 
40 the dust collecting performance is reduced. 

In the above-descrbed preferred embodiment of the present invention, the fber aggregate has a low degree of 
entanglement allowing the constituent fbers to have such freedom that the fbers are capable of entangling f brous dust 
and holding the entangled dust among themselves. 

It is preferred that the lubricant be applied to the cleaning sheet in an amount of 0.1 to 40% by weight, particularly 
45 0.5 to 30% by weight based on the fber aggregate. 

If the amount of the lubricant is less than 0. 1% by weight, the effect of the lubricant in improving dust adsorption is 
insufficient If it is more than 40% by weight, the lubricant tends to ooze out from the fber aggregate, migrating to the 
cleaned surface or adhering to the hand to give stickiness. 

The lubricant preferably contains at least one of mineral oils, synthetic oils, silicone oils, and surface active agents. 
so The mineral oils include paraffinic hydrocarbons, naphthenic hydrocarobons, and aromatic hydrocarbons and the 
like. 

The synthetic oils include alkybenzene oils, polydefin oils, polyglycol oils and the like. The silicone oils include acy- 
clic dimethyl polysiioxane, cyclic dimethyl potysiloxane, methyl hydrogen polysiloxane, and various modified solicone 

oils. 

55 The surface active agents include non ionic, cationic, anionic or various kinds of amphoteric surface active agent. 
Suitable surface active agents are selected appropriately according to the kind of the fber used in the fber aggregate 
or the kind of other lubricants used in combination. 

The lubricant preferably has a viscosity of 5 to 1 500 mPa • s. particularly 40 to 1 300 mPa • s, at 20°C. If the viscosity 
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is lower than 5 mPa * s, the lubricant is apt to ooze out during cleaning. If the viscosity is higher than 1500 mPa * s, the 
lubricant tends to have poor penetrability into dust resulting in reduction in dust adsorption. 
The present invention will now be illustrated in greater detail with reference to Examples. 

5 EXAMPLE 1 

A polypropylene net of a lattice pattern (distance between fbers: 8 mm; fber diameter: 0.2 mm) was used as a net- 
work sheet A web of polyester fibers (fitness: 0.8 denier; length: 38 mm) having a basis weight of 48 g/rn 2 which was 
prepared by carding in a usual manner was overlaid upon each side of the network sheet. The combination of the net- 
to work sheet and the fber webs was subjected to water needling under a low energy condition to obtain a unitary sheet 
in which a nonwoven fber aggregate formed by entanglement of the fibers constituting the fber web was combined with 
each side of the network sheet by entanglement. The resulting sheet had a thickness of 0.9 mm, a breaking strength of 
18N/30 mm, an elongation of 5% under a load of 5 N/30mm, and an entanglement coefficient of 0.72 NnVg, and the 
density of the fber aggregate was 0.053 g/cm 3 . In addition, to the resulting sheet liquid paraffin (viscosity: 130 mPa * s) 
15 was applied in an amount of 5% by weight based on the fber aggregate of the sheet by gravure coating to thereby 
obtain a cleaning sheet (see Table 1 below). 

EXAMPLE 2 

20 A polypropylene net of a lattice pattern (distance between fbers: 8 mm; fber diameter: 0.2 mm) was used as a net- 
work sheet. A fber web having a basis weight of 48 g/m 2 , which was prepared by thoroughly mixing fbers consisting of 
70% of polyester fbers (fineness: 0.8 denier, length: 38 mm) and 30% of polyester fbers (fineness: 1 .5 denier, length: 
51 mm) and carding in a usual manner, was overlaid upon each side of the network sheet The combination of the net- 
work sheet and the fber webs was subjected to water needling under the same low energy condition as in Example 1 

25 to obtain a unitary sheet in which a nonwoven fiber aggregate formed by entanglement of the fbers constituting the fber 
web was combined with each side of the network sheet by entanglement. The resulting sheet had a thickness of 0.9 
mm, a breaking strength of 1 8 N/30mm, an elongation of 5% under a toad of 5 N/30mm, and an entanglement coeffi- 
cient of 0.68 Nm/g, and the density of the fber aggregates was 0.053g/cm 3 . In addition, to the resulting sheet, liquid 
paraffin (viscosity: 1 30 mPa • s) was applied in an amount of 5% by weight based on the fber aggregate of the sheet by 

30 gravure coating to thereby obtain a cleaning sheet (see Table 1 ). 

COMPARATIVE EXAMPLE 1 

A polypropylene net having a square pattern (distance between fbers: 8 mm; fber diameter: 0.2 mm) was used as 
35 a network sheet. A web of polyester fbers (fineness: 1 .5 denier; length: 51 mm) having a basis weight of 48 g/m 2 which 
was prepared by carding in a usual manner was overlaid upon each side of the network sheet The combination of the 
network sheet and the fber webs was subjected to water needling with energy low but slightly higher than in Example 
1 to obtain a unitary sheet. The resulting sheet (COMPARATIVE EXAMPLE 1) had a thickness of 0.8 mm, a breaking 
strength of 18 NftOmm, an elongation of 5% under a load of 5 N/30mm, and an entanglement coefficient of 0.70 Nm/g, 
40 and the density of the fber aggregates was 0.060 g/cm 3 (see Table 1 ). 

COMPARATIVE EXAMPLE 2 

To the sheet of COMPARATIVE EXAMPLE 1, liquid paraffin (viscosity: 130 mPa *s) was applied in an amount of 
45 5% by weight based on the fber aggregate of the sheet by gravure coating to thereby obtain a deaning sheet (COM- 
PARATIVE EXAMPLE 2) (see Table 1). 

The above-mentioned density of the fber aggregate is as specified in the following [Density of Fiber Aggregate], 
and the above-mentioned entanglement coefficient is the value measured in the method mentioned below. 

so [Density of Fber Aggregate] 

The density of the fber aggregate is a quotient obtained by dividing the fber aggregate basis weight by the fber 
aggregate thickness. While the "fber aggregate thickness" as referred to here is the thickness of the entangled unitary 
sheet excluding the network sheet, the total thickness of the unitary sheet is regarded as the "thickness of the fber 
55 aggregate" where the network sheet is a net of a lattice pattern as shown in Fig. 2. The thickness was measured with 
Peacock Upright Dial Gauge under a load of 0.68 W25crr£ (corresponding to 272 Pa). 
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[Measurement of Entanglement Coefficient] 

A 15 mm wide sample was cut out of the nonwoven fber aggregate of the sheet from which the network sheet had 
been removed, in the direction perpendicular to the fber orientation. The sample was chucked in a tensile tester with a 
chuck-to-chuck distance of 50 mm and elongated at a rate of 30 mm/rnin in the direction perpendicular to the fiber ori- 
entation to measure the tensile load value with respect to the elongation. The tensile load value F [N] was divided by 
the sample width [m] and the basis weight W [g/rrf] of the nonwoven ffoer aggregate to give a stress S [Nm/g], from 
which a stress-strain (elongation) curve was obtained. 

Stress S [Nm/g] = (F/0.015)/W 

A nonwoven fiber aggregate consisting solely of entangled ftoers shows a straight line at the initial stage of the 
stress-strain curve. The gradient of the straight line was calculated to give the entanglement coefficient E [Nm/g]. For 
example, in the stress-strain curve shown in Fig. 3, the entanglement coefficient is represented by equation: E=S p /y ? , 
wherein P is the limit of the linearity, Sp is the stress and y p is the strain at P. When Sp = 0.60 Nm/g, and y„ = 86%, E = 
0.60/0.86= 0.70 Nm/g. 

it should be noted that the line OP is not always strictly straight. In such cases, the line OP should be approximated 
close to a straight line. 



TABLE 1 





Example 1 


Example 2 


Comparative Exam- 
ple 1 


Comparative Exam- 
ple 2 


Composition of Fiber 
Aggregate 


Polyester fiber 0.8 
den. 38 mm 100% 


Polyester fiber 0.8 
den. 38 mm 70% + 
1.5 den. 51 mm 30% 


Polyester fiber 1.5 
den. 51 mm 100% 


Polyester fber 1.5 
den. 51 mm 100% 


Basis Weight of Fiber 
Aggregate (g/m 2 ) 


48 


48 


48 


48 


Entanglement Coeffi- 
cient (N • m/g) 


0.72 


0.68 


0.70 


0.70 


Anti-fall-off Properties 


O 


o 


O 


o 


Amount of Lubricant 
(%) 


5 


5 


0 


5 


Hair Col- 
lecting 
Perform- 
ance 


Surface A 


100% 


® 


100% 


® 


94% 


® 


94% 


® 


Surface B 


85% 


O 


78% 


o 


50% 


A 


50% 


A 


Surface C 


80% 


O 


75% 


o 


30% 


X 


30% 


X 


Soil Dust Collecting 
Performance 


79% 


O 


75% 


o 


25% 


X 


75% 


O 



Surface to be cleaned: 



A Commercially available flooring (Woody Tile MT613T, produced by Matsushita Electric Works. Ltd.; surface 

roughness (grain direction): 1.95 jim) 
B Commercially available woody flooring (Hirohaba Ento, produced by Matsushita Electric Works, Lid.; surface 

roughness (grain direction): 1.07 um) 
C Veneering (surface roughness: 0.89 \im) 

The surface roughness was measured with a surface roughness tester KES-SE System manufactured by Katotech, 

Inc. 

The performance of the cleaning sheet in collecting hairs shown in Table 1 above was measured according to the 
operations 1 to 3 of the following [Measurement] and evaluated accord ng to the following [Evaluation]. 
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[Measurement] 

(1) Five straight hairs (length: 10 cm; diameter: about 100 jim) were scattered on each of the surfaces A, B and C 
of 30 cm x 30 cm. 

5 (2) The cleaning sheet was attached to a cushioning material having an effective area of 7 cm x 14 cm. The scat- 
tered hairs were wiped up with five 30-cm double strokes of the cleaning sheet under a load of 1 .96 N. 

(3) The number of the hairs firmly caught by the sheet was counted. The hairs clinging to the sheet by static elec- 
tricity were excluded. 

w [Evaluation] 

The hairs were removed from the sheet, and the operations 1 to 3 were repeated 10 times. The ratio of the total 
number of collected hairs to the total number of scattered hairs was obtained to make an evaluation according to the 
following standard. 

15 

© Perfectly acceptable collecting performance 
O Almost perfect collecting performance 
a Insufficient collecting performance 
X Substantially no collecting performance 

20 

The performance of the cleaning sheet in collecting soil dust shown in Table 1 above was measured according to 
the operations 4 to 6 of the following [Measurement] and evaluated according to the following [Evaluation]. 

[Measurement] 

25 

(4) JIS sample dust No. 7 was uniformly scattered in an amount of 0.1 g on the surface C of 30 cm x 30 cm. 

(5) The cleaning sheet was attached to a cushioning material having an effective area of 7 cm x 14 cm. The scat- 
tered soil dust was wiped up with the cleaning sheet under a load of 1.96 N 

(6) The amount of dust caught and held by the sheet was measured. 

30 

[Evaluation] 

The soil dust was removed from the sheet, and the operations 4 to 6 were repeated 5 times. The ratio of the total 
amount of caught and held dust to the scattered dust was obtained to make an evaluation accord ng to the following 
35 standard. 

® Perfectly acceptable collecting performance 

O Almost perfect collecting performance 

a Insufficient collecting performance 

40 X Substantially no collecting performance 

It is seen from the results in Table 1 that the cleaning sheets of Examples 1 and 2 exhfoct excellent hair collecting 
performance on any of the surfaces A, B and C, whereas the cleaning sheets of Comparative Examples 1 and 2 show 
poor hair collecting performance on the smooth surfaces B and C. In addition, the cleaning sheets of Examples 1 and 
45 2 exhibit excellent soil dust collecting performance on the surface C, whereas the cleaning sheet of Comparative Exam- 
ple 1 exhibits poor soil dust collecting performance thereon. 

In any of the sheets of Examples 1 and 2 and Comparative Examples 1 and 2, fbers did not fall off (anti-fall-off 
properties: O) * 

so Claims 

1 . A cleaning sheet comprising a network sheet having on one side or both sides thereof a nonwoven fiber aggregate 
formed by entanglement of fbers of a f ber web having 50% by weight or more of uttraf ine fibers having a fineness 
of not more than 0.9 denier, said fbers of said nonwoven fiber aggregate being further entangled with said network 

55 sheet thereby forming a unitary body, in addition to the entanglement of said fbers themselves. 

2. The cleaning sheet according to claim 1, wherein said cleaning sheet has a breaking strength of 5 N/30 mm or 
higher. 
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The cleaning sheet according to claim 1 . wherein said cleaning sheet has an elongation at a load of 5 N/30mm of 
20% or less. 

The cleaning sheet according to claim 1 . wherein lubricant is contained in an amount of 0. 1 to 40% by weight based 
on said f fcer aggregate. 

The cleaning sheet according to claim 1 . wherein said fiber aggregate has a low degree of entanglement allowing 
the constituent ffoers to have such freedom that said ffoers are capable of entangling fibrous dust and holding said 
entangled dust among said constituent fbers. 
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Fig.l 
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Fig. 2 2 
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